CAPILLARY SPEED OF DYESTUFFS

677

is only a relative number, and is usually compared with pure water as a
standard.

Take five strips of blotting paper measuring 5 ins. in length and | in.
in width; make a mark on each strip 1 in. from the end. Immerse one of
these strips in a small beaker containing pure water so that the surface of
the water conies exactly to the 1-in. mark on the paper. Sustain the strip
in a perpendicular position, and allow it to remain ia the water for just one
minute. Then measure the height to which the water has risen on the
paper. Repeat the test with a fresh strip of paper, using a 1 per cent solu-
tion of Magenta, and after one minute measure the height to which the
color has ascended. Hepeat the test further on 1 per cent solutions of
Naphthol Yellow, Acid Violet, and Malachite Green. Tabulate the results
obtained as follows:

Solution.
	Distance Color Rises.
	Compared with.
 Water as =-- 100.

Water .......................
	
	100

Magenta .............................
	
	

Kaphthol Yellow S .............. ............
	
	

Acid Violet .
	
	

Malachite Green ...
	
	


	
	

